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Amendments to the Claims: 

This listing of claims will replace all prior versions, and listings, of claims in the 
application: 

Listing of Claims ; 

Claims 1-16 (Cancelled) 

17. (New) Adhesive tape comprising at least one layer of a radiation curable precursor of an 
adhesive and at least one film having two essentially parallel surfaces wherein at least one of said 
surfaces which is in contact with said radiation curable precursor, comprises a series of recesses 
therein and can be removed firom said optionally partially cured precursor, and wherein said 
radiation curable precursor exhibits a loss tangent of at least 1 at a temperature of 50 °C. 

18. (New) Adhesive tape according to claim 17 wherein said adhesive exhibits a loss tangent 
ofbetweenl-lOatSO ""C. 

1 9. (New) Adhesive tape according to claim 1 7 wherein the radiation curable precursor 
comprises one or more radiation curable polymer materials, optionally one or more non-radiation 
curable polymer materials and an effective amount of a photoinitiator. 

20. (New) Adhesive tape according to claim 19 wherein the radiation curable polymer 
materials are selected fi-om a group comprising epoxy containing polymer materials and/or polymer 
materials with unreacted vinyl groups and/or unreacted (meth)acrylate groups. 

21 . (New) Adhesive tape according to claim 20 wherein the non-radiation curable polymer 
materials are selected from a group comprising polyolefins, polester, (meth)acrylate polymers, 
polyurethanes, fluoropolymers, ethylene-vinyl acetate polymers, rubber based polymers and blends 
of two or more of these polymer materials. 

22. (New) Adhesive tape according to claim 17 wherein the fihn comprises polymeric 
materials, metals, paper, non-woven materials or combinations of these materials. 
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23. (New) Adhesive tape according to claim 17 wherein the recesses have a cross-sectional 
shape selected from polygonal or curved. 

24. (New) Adhesive tape according to claim 17 wherein the number of recesses is from 1 - 
10,000/cml 

25. (New) Adhesive tape according to claim 17 wherein the recesses form a pattem. 

26. (New) Adhesive tape according to claim 17 wherein the ratio of the sum of the average 
extension of the projections and the average depth of the recesses to the average of the radiation 
curable adhesive layer is at least 0.2. 

27. (New) Adhesive tape according to claim 17 wherein the radiation-curable adhesive layer is 
reinforced by a layer of a non-woven material. 

28. (New) Adhesive tape according to claim 27 wherein the ratio of the thickness of the 
reinforcing layer of the non-woven material to the thickness of the radiation-curable adhesive layer 
is from 0.1 to 0.9. 

29. (New) Adhesive tape according to claim 17 comprising a backing. 

30. (New) Adhesive tape according to claim 17 wherein the radiation-curable precursor is 
tacky. 

31. (New) Adhesive tape according to claim 1 7 wound up in the form of a roll. 

32. (New) Method of applying an adhesive tape according to claim 1 7 to a substrate 
comprising the steps of applying the optionally partially cured radiation curable precursor to said 
substrate and subsequently curing said precursor. 
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